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dium value of the standards for this method. Ferro-vanadium of known vanadium content is decidedly the best for the manipulation under (A). For (B) vanadic acid (V205) of known purity is much the best source of V.
Almost any ore of vanadium can be accurately assayed for vanadium by the combination of (A) and (B). The sulphide ore of vanadium (Patrordte) should first have the sulphur roasted out of it at a low heat, when it can be analyzed according to (A) and (B) or the ash can be fused according to (B) alone.